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radially from the impression lelt bv the pattern to the out-side of the mould. The mould must lie dried thoroughly in an oven or upon the stove. It is advantageous in suine cases to brush the lace of the mould over with suapstone powder, care being taken not to till the trier hues,
A tine annealed wire is wound about the would to hold it together. It is then set up in a dish ol smut, which holds it upright and obviates any accident which might occur from overfilling the mould,
A bass-relief may be readily eopied In taking an impression in precisely the same manner as in the ease of thr first
Wax  Pattern.
part of the medallion mould. If the article to IK* copied is of such a nature that it is inadmissible to copy it in this manner, an impression in wax or gutta-percha must be taken and a duplicate of the article made in plaster of Paris, After getting the impression from the bass-relief, provision for the thickness of the metal which in to make the copy in made in the following manner:
Paraffine and beeswax, in the proportion of one of the former to three of the latter, are melted together and cast into a thin plate, in a platter which has been moistened to render the wax easily removable, A hoard having it level surface is prepared, and two strips of wood, having the thickness of the metal in the casting to be made, are placed nearhed over with powdered soapstone.to render it separable. The pattern is oiled and the surplus removed as before, The plaster is prepared and poured cart*. fully over the pattern and upper surface of the mould ; care being taken to get it well into the notches, which form the guides for the counterpart. When the plaster begins to set the pins may be inserted, and this part of the mould may lit* thickened up until it in stout enough to bear handling. When the plaster becomes hard the pins are removed, leaving vents which facilitate drying the mould and furnish a means for the escape of steam.
